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(57) Abstract 

The present invention provides a method of forming a medical device and medical devices which can be formed in accordance with 
the method. In one embodiment. :he method includes the steps of: a) providing a metal fabric formed of a plurality of strands formed of 
a metal which c-<m be heat treated to substantially set a desired shape; b) deforming the metal fabric to generally conform to a surface of 
a molding element; c) heat treating the metal fabric in contact with the surface of the molding clement to substantially set the shape of 
the fabric in its deformed state; ar.d d) removing the metal fabric from contact with the molding clement. The resulting metal fabric will 
define a medical device which can be collapsed for passage through a catheter or the like for deployment in a channel of a patient's body. 
Medical devices mide in accordance with this method can have varying structures. In one embodiment, the medical device (250) rs carried 
by a guidewirc (260) and has a metal fabric (270) extending between first and second ends (272. 274). one end (274) of the device (250) 
being adapted to slide along the guidewirc (260). The metal fabric (270) has a collapsed configuration in which the ends (272. 274) of the 
metal fabric (270) are spaced from one another along the guidewirc (260) and a preset expanded configuration in which the ends (272, 274) 
of the metai fabric (270) are positioned closer to one another. The metal fabric (270) will cause the device (250) to clastically substantially 
resume its preset expanded configuration when released from confinement within a channel in a patient's body. 
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METHOD OF FORMING MEDICAL DEVICES; 
CsTTRAVASCin^R OCCLUSION DEVICES 

F1PT n O F THE INVENTION 
The present invention generally relates to intravascular devices for treating 
5 certain medicaJ conditions and, more particularly, provides a method of forming 

intravascular devices and certain novel intravascular occlusion devices. The devices 
made in accordance with the invention are particularly well suited for delivery through 
a catheter or the like to a remote location in a patient's vascular system or in 
analogous vessels within a patient's body. 
10 BACKGROUND OF THE INVENTION 

A wide variety of intravascular devices are used in various medical procedures. 
Certain intravascular devices, such as catheters and guidewires, are generally used 
simply to deliver fluids or other medical devices to specific locations within a patient's 
body, such as a selective site within the vascular system. Other, frequently more 
15 complex, devices are used in treating specific conditions, such as devices used in 
removing vascular occlusions or for treating septal defects and the like. 

In certain circumstances, it may be necessary to occlude a patient's vessel, such 
as to stop blood flow through an artery to a tumor or other lesion. Presently, this is 
commonly accomplished simply by inserting, e.g. Ivalon particles, a trade name for 
20 vascular occlusion particles, and short sections of coil springs into a vessel at a desired 
location. These "embolization agents** will eventually become lodged in the vessel, 
frequently floating downstream of the site at which they are released before blocking 
the vessel. In part due to the inability to precisely position the embolization agents, 
this procedure is often limited in its utility. 
25 Detachable balloon catheters are also used to block patients' vessels. When 

using such a catheter, an expandable balloon is carried on a distal end of a catheter. 
When the catheter is guided to the desired location, the balloon is filled with a fluid 
until it substantially fills the vessel and becomes lodged therein. Resins which will 
harden inside the balloon, such as an acrylonitrile, can be employed to permanently fix 
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the size and shape ol the balJoon. The balloon can then he detached trom tt.e end o. 

the catheter and left in place. 

Such balloon embolizations are also prone to certain safety problems, though. 
For example, if the balloon is not filled enough, it will not be firmly fixed in the 
5 vessel and may drift downstream within the vessel to another locatkm, much like the 

loose embolization agents noted above. In order to avoid this problem, physic.ans may 
overfill the balloons; it is not uncommon for balloons to rupture and release the resin 
into the patient s bloodstream. 

In still other procedures, it may not be necessary to permanently occlude a 
10 vessel, but tt may be necessary to provide a filter or the like to prevent thrombi from 
passing a particular location. For example, routing burrs are used i„ removing 
atheroma from the lumen of patients' blood vessels. These burrs can effectively 
dislodge the atheroma, but the dislodged material will simply float downstream with 
the How of blood through the vessel unless steps are taken to capture the material. 
15 Some researchers have proposed various traps or filters for capturing the 

paniculate maner released or created in such procedures. However, such filters 
generally have not proven to be exceptionally effective in actual use. Such filters tend 
to be cumbersome to use and accurate deployment is problematic because if they are 
not properly seated in the vessel they can drift to a more distal site where they are 
20 likely to do more harm than good. In addition, these filters are generally capable of 

only trapping relatively large thrombi and are not effective means for removing smaller 
embolic particles from the blood stream. 

The problems with temporary filters, which are intended to be used only during 
a particular procedure then retracted with the thrombi trapped therein, are more 
25 pronounced. Even if the trap does effectively capture the dislodged material, it has 
proven to be relatively difficult or complex to retract the trap back into the catheter 
through which it was delivered without simply dumping the trapped thrombi back into 
the blood stream, defeating the purpose of the temporary filter device. For this 
reason, most atherectomy devices and the like tend to aspirate the patient's blood 
30 during the procedure to remove the dislodged material entrained therein. 

Mechanical embolization devices, filters and traps have been proposed in the 
past. Even if some of those devices have proven effect.ve, they tend to be rather 
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expensive and ume-consuming to manufacture. For example, some intravascular blood 
filters suggested by others are formed of a plurality of specially- shapea legs which are 
adapted to fill the vessel and dig into the vessel walls. In making most such filters, 
the legs must be individually formed and then painstakingly attached to one another, 
5 frequently entirely by hand, to assemble the final filter. Not only does this take 

significant skilled manpower, and hence increase the costs of such devices, the fact 
that each item must be made by hand tends to make quality control more difficult. 
This same difficulty and expense of manufacturing is not limited to such filters, but is 
experienced in many other intravascular devices as well. 
10 Accordingly, it would be desirable to provide a method for forming devices for 

deployment in a vessel in a patient's vessel which is both economical and yields 
consistent, reproducible results. It would also be advantageous to provide a reliable 
embolization device which is both easy to deploy and can be accurately placed in a 
vessel. Furthermore, there is a need in the art for a trap or fdter which can be 
15 deployed within a vessel for capturing thrombi, which trap can be reliably deployed; if 
the trap is to be used only temporarily, it should be readily withdrawn from the patient 
without simply dumping the trapped thrombi back into the blood stream. 

SUMMARY OF THE INVENTION 
The present invention provides a method for forming intravascular devices from 
20 a resilient metal fabric and medical devices which can be formed in accordance with 
this method. In the method of the invention, a metal fabric formed of a plurality of 
resilient strands is provided, with the wires being formed of a resilient material which 
can be heat treated to substantially set a desired shape. This fabric is then deformed to 
generally conform to a molding surface of a molding element and the fabric is heat 
25 treated in contact with the surface of the molding element at an elevated temperature. 

The time and temperature of the heat treatment is selected to substantially set the fabric 
in its deformed state. After the heat treatment, the fabric is removed from contact 
with the molding element and will substantially retain its shape in the deformed state. 
The fabric so treated defines an expanded state of a medical device which can be 
30 deployed through a catheter into a channel in a patient's body. 

In accordance with the method of the invention, a distal end of a catheter can 
be positioned in a channel in a patient's body to position the distal end of the catheter 
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adjacent a treatment site lor treating a physiological condition. A medical device made 
in accordance with the process outlined above can be collapsed and inserted into che 
lumen of the catheter. The device is urged through the catheter and out the distal end, 
whereupon it wiJl tend to return to its expanded state adjacent the treatment site. 
5 Further embodiments of the present invention also provide specific medical 

devices which may he made in accordance with the present invention. Such devices of 
the invention are formed of a metal fabric and have an expanded configuration and a 
collapsed configuration. The devices are collapsed for deployment through a catheter 
and, upon exiting the distal end of the catheter in a patient's channel, will resiiiently 
10 substantially return to their expanded configuration. In accordance with a first of these 
embodiments, a generally elongate medical device has a generally tubular middle 
portion and a pair of expanded diameter portions, with one expanded diameter portion 
positioned at either end of the middle portion. In another embodiment, the medical 
device is generally bell-shaped, having an elongate body having a tapered first end and 
15 a larger second end, the second end presenting a fabric disc which will be oriented 
generally perpendicular to an axis of a channel when deployed therein. 

BRIEF DESCRIP TION OF THE DRAWINGS 
Figures 1 A and IB each depict a metal fabric suitable for use with the 
invention; 

20 Figures 2 A and 2B are a side view and a perspective view, respectively, of a 

molding element and a length of a metal fabric suitable for use in forming a medical 
device in accordance with the invention, the mold being in a disassembled state; 

Figure 3A is a perspective view showing the molding element and metal fabric 
of Figure 2 in a partially assembled state; 
25 Figure 3B is a close-up view of the highlighted area of Figure 3A showing the 

compression of the metal fabric in the molding element; 

Figure 4 is a cross-sectional view showing the molding element and metal 
fabric of Figure 2 in an assembled state; 

Figures 5 A and 5B are a side view and an end view, respectively, of a medical 
30 device in accordance with the invention; 
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Figures 0A-0C are a side view, an ciui view uuU a perspective view, 
respectively, ol a medical device in accordance with another embodiment ot the 
invention; 

Figure 7 is a side, cross sectional view of a molding element suitable tor 
5 forming the medical device shown in Figures 6A-6C; 

Figure 8 is a schematic illustration showing the device of Figures 6A-6C 
deployed in a channel of a patient's vascular system to occlude a Patent Ductus 
Arteriosus; 

Figures 9 A and 9B are a side view and an end view, respectively, of a medical 
10 device in accordance with yet another embodiment of the invention; 

Figure 1 OA is a side view of one molding element suitable for forming the 

invention of Figures 9A and 9B; 

Figure 1 0B is a cross- sectional view of another molding element suitable for 

forming the invention of Figures 9A and 9B; 
15 Figure 10C is a cross-sectional view of still another molding element suitable 

for forming the invention of Figures 9A and 9B; 

Figure 1 1 A is a schematic side view of yet another medical device made in 
accordance with the invention showing the device in a collapsed state for deployment 
in a patient s vascular system; 
20 Figure i IB is a schematic side view of the medical device of Figure 1 1 A in an 

expanded state for deployment in a patient's vascular system; 

Figure 12A is a schematic side view of an alternative embodiment of the 
invention of Figure 11A showing the device in a collapsed state within a catheter for 
deployment; 

25 Figure 12B is a schematic side view of the device of Figure 12A showing the 

device deployed distaUy of the catheter; 

Figure 13 is a schematic perspective view showing a medical device in 

accordance with yet a further embodiment of the invention collapsed within a catheter 

for deployment in a channel in a patient's body; 
30 Figure 14 is a schematic side view of the device of Figure 13 in a partially 

deployed state; and 
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Figure 15 is ;i schematic side view o! (he devjcc of Figure B in a fully 
deployed stale. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
The present invention provides a reproducible, relatively inexpensive method of 
5 forming devices for use in channels in patients' bodies, such as vascular channels, 
urinary tracts, biliary ducts and the like, as well as devices which may be made via 
that method. In forming a medical device via the method of the invention, a metal 
fabric 10 is provided. The fabric is formed of a plurality of wire strands having a 
predetermined relative orientation between the strands. Figures 1A and IB illustrate 
10 two examples of metal fabrics which are suitable for use in the method of the 
invention. 

In the fabric of Figure 1 A T the metal strands define two sets of essentially 
parallel generally helicai strands, with the strands of one set having a "hand", i.e. a 
direction of rotation, opposite that of the other set. This defines a generally rubular 
15 fabric, known in the fabric industry as a tubular braid. Such tubular braids are well 
known in the fabric arts and Find some applications in the medical device field as 
tubular fabrics, such as in reinforcing the wall of a guiding catheter. As such braids 
are well known, they need not be discussed at length here. 

The pitch of the wire strands (i.e. the angle defined between the turns of the 
20 wire and the axis of the braid) and the pick of the fabric (i.e. the number of turns per 
unit length) may be adjusted as desired for a particular application. For example, if 
the medical device to be formed is to be used to occlude the channel in which it is 
placed, the pitch and pick of the fabric will tend to be higher than if the device is 
simply intended to Fdter bodily fluid passing therethrough. ' 
25 For example, in using a tubular braid such as that shown in Figure I A to form 

a device such as that illustrated in Figures 5A and 5B, a rubular braid of about 4 mm 
in diameter with a pitch of about 50° and a pick of about 74 (per linear inch) would 
seem suitable for a devices used in occluding channels on the order of about 2 mm to 
about 4 mm in inner diameter, as detailed below in connection with the embodiment of 
30 Figures 5 A and 5B. 
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are incorporated herein by reference, discuss the use ol shape memory NiTi alloys m 
guidewires. Such NiTi alloys are preferred, at least in pan. because they are 
commercially available and more is known about handling such alloys than other 
known shape memory alloys. NiTi alloys are also very elastic - they are said to be 
5 "superelastic*' or "pseudoeiastic". This elasticity will help a device of the invention 
re rum to a present expanded configuration for deployment. 

The wire strands can comprise a standard monofilament of the selected 
material, i.e. a standard wire stock may be used. If so desired, though, the individual 
wire strands may be formed from "cables" made up of a plurality of individual wires. 
10 For example, cables formed of metal wires where several wires are helically wrapped 
about a central wire are commercially available and NiTi cables having an outer 
diameter of 0.003 inches or less can be purchased. One advantage of certain cables is 
that they tend to be "softer" than monofilament wires having the same diameter and 
formed of the same material. Additionally, if the device being formed from the wire 
15 strands is to be used to. occlude a vessel, the use of a cable can increase the effective 
surface area of the wire strand, which will tend to promote thrombosis. 

In preparation of forming a medical device in keeping with the invention, an 
appropriately sized piece of the metal fabric is cut from the larger piece of fabric 
which is formed, for example, by braiding wire strands to form a long tubular braid. 
20 The dimensions of the piece of fabric to be cut will depend, in large pan, upon the 
size and shape of the medical device to be formed therefrom. 

When cutting the fabric to the desired dimensions, care should be taken to 
ensure that the fabric will not unravel. In the case of tubular braids formed of NiTi 
alloys, for example, the individual wire strands will tend to return to their heat-set 
25 configuration unless constrained. If the braid is heat treated to set the strahds in the 
braided configuration, they will tend to remain in the braided form and only the ends 
will become frayed. However, it may be more economical to simply form the braid 
without heat treating the braid since the fabric will be heat treated again in forming the 
medical device, as noted below. 
30 In such untreated NiTi fabrics, the strands will tend to return to their unbraided 

configuration and the braid can unravel fairly quickly unless the ends of the length of 
braid cut to form the device are constrained relative to one another. One method 
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which lias proven to be useful to prevent the braid from unraveLing is to clamp the 
braid at two locations and cut the braid to leave a length of the braid having clamps 
(15 in Figure 2) at cither end, thereby effectively defining an empty space within a 
sealed length of fabric. These clamps 15 wiU hold the ends of the cut braid together 
5 and prevent the braid from unraveling. 

Alternatively , one can solder, braze, weld or otherwise affix the ends of the 
desired length together (e.g. with a biocompatible cementhious organic material) 
before cutting the braid. Although soldering and brazing of NiTi alloys has proven to 
be fairly difficult, the ends can be welded together, such as by spot welding with a 
10 laser welder. 

The same problems present themselves when a flat sheet of fabric such as the 
woven fabric shown in Figure IB is used. With such a fabric, the fabric can be 
inverted upon itself to form a recess or depression and the fabric can be clamped about 
this recess to form an empty pocket (not shown) before the fabric is cut. If it is 
15 desired to keep the fabric in a generally flat configuration, it may be necessary to weld 
the junctions of the strands together adjacent the periphery of the desired piece of 
fabric before that piece is cut from the larger sheet. So connecting the ends of the 
strands together wiU prevent fabrics formed of untreated shape memory alloys and the 
like from unraveling during the forming process. 
20 ° nce an appropriately sized piece of the metal fabric is obtained, the fabric is 

deformed to generally conform to a surface of a molding element. As will be 
appreciated more fully from the discussion below in connection with Figures 2-16, so 
deforming the fabric will reorient the relative positions of the strands of the metal 
fabric from their initial order to a second, reoriented configuration. The shape, of the 
25 molding element should be selected to deform the fabric into substantially 'the shape of 
the desired medical device. 

The molding element can be a single piece, or it can be formed of a series of 
mold pieces which together define the surface to which the fabric will generally 
conform. The molding element can be positioned within a space enclosed by the fabric 
or can be external of such a space, or can even be both inside and outside such a 
space. 



30 
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In order to illustrate one example of how such a mold may be configured and 
how it may be used in accordance with the method of the invention, reference will be 
had to Figures 2-5. In Figures 2-4, the molding element 20 is formed of a number of 
separate pieces which can be attached to one another to complete the molding element 
20. In using such a multi-piece molding element, the mold can be assembled about the 
cut length of fabric 10, thereby deforming the fabric to generally conform to the 
desired surface (or surfaces) of the molding element. 

In the molding element illustrated in Figures 2-4, the metal fabric 10 is 
deformed to generally conform to a surface of the molding element 20, the molding 
element comprising a center section 30 and a pair of end plates 40. Turning first to 
the center section 30, the center section is desirably formed of opposed halves 32, 32 
which can be moved away from one another in order to introduce the metal fabric 10 
into the mold. Although these two halves 32, 32 are shown in the drawings as being 
completely separated from one another, it is to be understood that these halves could 
15 be interconnected, such as by means of a hinge or the like, if so desired. The opposed 
halves of the molding element 20 shown in the drawings of Figures 2 and 3 each 
include a pair of semi-circular recesses opposed on either side of a ridge defining a 
generally semi-circular opening. When the two halves are assembled in forming the 
device, as besi seen in Figure 3, the semi-circular openings in the opposed halves 32, 
20 32 mate 10 define a generally circular forming port 36 passing through the center 

section 30. Similarly, the semi-circular recesses in the two halves together form a pair 
of generally circular central recesses 34, with one such recess being disposed on either 
face of the center section. 

The overall shape and dimensions of the center section can be varied as desired; 
25 it is generally the size of the central recesses 34 and the forming port 36 wmch will 

define the size and shape of the middle of the finished device, as explained below. If 
so desired, each half 32 may be provided with a manually graspable projection 38. In 
the embodiment shown in the drawings, this projection 38 is provided at a location 
disposed away from the abutting faces of the respective halves. Such a manually 
30 graspable projection 38 will simply enable an operator to more easily join the two 
halves to define the recesses 34 and forming port 36. 
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The center section is adapted to cooperatively engage a pair of end plates 40 for 
forming the desired device. In the embodiment shown in Figures 2 and 3, the center 
section 30 has a pair of flat outer faces 39 which are each adapted to be engaged by an 
inner face 42 of one of the two end plates 40. Each end plate includes a compression 
5 disk 44 which extends generally laterally inwardly from the inner face 42 of the end 

plate. Tliis compression disk 44 should be sized to permit it to be received within one 
of the central recesses 34 on either face of the center section 30. For reasons 
explained more fully below, each compression disk 44 includes a cavity 46 for 
receiving an end of the length of the metai fabric 10. 
10 One or more channels 48 for receiving bolts and the like may also be provided 

through each of the end plates and through the center section 30. By passing bolts 
through these channels 48, one can assemble the molding element 20 and retain the 
metal fabric in the desired shape during the heat treatment process, as outlined below. 

In utilizing the molding element 20 shown in Figures 2-4, a length of the metal 
15 fabric 10 can be positioned between the opposed halves 32 of the center section 30. In 
the drawings of the molding element 20 of Figures 2-4, the metal fabric 10 is a tubular 
braid such as that illustrated in Figure 1A. A sufficient length of the tubular braid 
should be piovided to permit the fabric to conform to the molding surface, as 
explained below. Also, as noted above, care should be taken to secure the ends of the 
20 wire strands defining the tubular braid in order to prevent the metal fabric from 

unraveling. 

A central portion of the length of the metal braid may be positioned within one 
of the two halves of the forming port 36 and the opposed halves 32 of the center 
section may be joined to abut one another to restrain a central portion of the metal 

25 braid within the central forming port 36 through the center section. ' 

The tubular braid will tend to have a natural, relaxed diameter which is 
defined, in large part, when the tubular braid is formed. Unless the tubular braid is 
otherwise deformed, when the wire strands are in their relaxed state they will tend to 
define a generally hollow rube having the predetermined diameter. The outer diameter 

30 of the relaxed braid may be, for example, about 4 mm. The relative size of the 
forming port 36 in the central section 30 of the molding element and the natural, 
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relaxed outer diameter of the tubular braid may be varied as desired lo achieve the 
desired shape of the medical device being formed. 

In the embodiment shown in Figures 2 and 3, the inner diameter of the forming 
port 36 is optimally slightly less than the natural, relaxed outer diameter of the tubular 
5 braid 10- Hence , when the two halves 32. 32 are assembled to form the center section 

30, the tubular braid 10 will be slightly compressed within the forming port 36. This 
will help ensure that the tubular braid conforms to the inner surface of the forming 
port 36, which defines a portion of the molding surface of the molding element 20. 

If so desired, a generally cylindrical interna) molding section (not shown) may 
10 also be provided. This internal molding section has a slightly smaller diameter than 
the inner diameter of the forming port 36. In use, the internal molding section is 
placed within the length of the metal fabric, such as by manually moving the wire 
strands of the fabric apart to form an opening through which the internal molding 
section can be passed. This internal molding section should be positioned within the 
15 tubular braid at a location where it will be disposed within the forming port 36 of the 

center section when the molding element is assembled. There should be a sufficient 
space between the outer surface of the interior molding section and the inner surface of 
the forming port 36 to permit the wire strands of the fabric 10 to be received 
therebetween. 

20 By using such an internal molding section, the dimensions of the central portion 

of the Finished medical device can be fairly accurately controlled. Such an internal 
molding section may be necessary in circumstances where the natural, relaxed outer 
diameter of the tubular braid 10 is less than the inner diameter of the forming port 36 
to ensure that the braid conforms to the inner surface of that forming port. However, 

25 it is not believed that such an internal molding section would be necessary' if the 

natural, relaxed outer diameter of the braid were larger than the inner diameter of the 
forming port 36. 

As noted above, the ends of the tubular braid should be secured in order to 
prevent the braid from unraveling. Each end of the metal fabric 10 is desirably 
30 received within a cavity 46 formed in one of the two end plates 40. If a clamp (15 in 
Figure 2) is used, the clamp may be sized to be relatively snugly received within one 
of these cavities 46 in order to effectively attach the end of the fabric to the end plate 
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40. The end plates can then be urged loward the center section 30 and toward one 
another until the compression disk 44 of each end plate is received within a central 
recess 34 of the center section 30 The molding element may then be clamped in 
position by passing bolts or the like through the channels 48 in the molding element 
5 and locking the various components of the molding element together by tightening a 
nut down onto such a bolt (not shown). 

As best seen in Figure 3A r when an end plate is urged toward the center section 
30, this will compress the tubular braid 10 generally along its axis. When the tubular 
braid is in its relaxed configuration, as illustrated in Figure 1A, the wire strands 
10 forming the tubular braid will have a first, predetermined relative orientation with 

respect to one another. As the tubular braid is compressed along its axis, the fabric 
will tend to flare out away from the axis, as illustrated in Figure 4. When the fabric is 
so deformed, the relative orientation of the wire strands of the metal fabric will 
change. When the molding element is finally assembled, the metal fabric will 
15 generally conform to the molding surface of this element. 

In the molding element 20 shown in Figures 2-4, the molding surface is defined 
by the inner surface of the forming port, the inner surfaces of the central recess 34 and 
the faces of the compression disks 44 which are received within the recesses 34. If an 
internal molding section is used, the cylindrical outer surface of that section may also 
be considered a part of the molding surface of the molding element 20. Accordingly, 
when the molding element 20 is completely assembled the metal fabric will tend to 
assume a somewhat -dumbbell" -shaped configuration, with a relatively narrow center 
section disposed between a pair of bulbous, perhaps even disk-shaped end sections, as 
best seen in Figure 4. 

25 11 5hould be understood that the specific shape of the particular mol'ding element 

20 shown in Figures 2-4 is intended to produce one useful medical device in 
accordance with the present method, but that other molding elements having different 
configurations could also be used. If a more complex shape is desired, the molding 
element may have more pans, but if a simpler shape is being formed the molding 
element may have even fewer pans. The number of parts in a given molding element 
and the shapes of those parts will be dictated almost entirely by the shape of the 
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desired medical device as the molding element must define a molding surface to which 
the metal fabric will generally conform . 

Accordingly, the specific molding element 20 shown in Figures 2-4 is simply 
intended as one specific example of a suitable molding element for forming one 
particular useful medical device. Additional molding elements having different designs 
for producing different medical devices are explained below in connection with, e.g.. 
Figures 8 and 10. Depending on the desired shape of the medical device being 
formed, the shape and configuration of other specific molding elements can be readiJy 
designed by those of ordinary skill in the art. 

Once the molding element 20 is assembled with the metal fabric generally 
conforming to a molding surface of that element, the fabric can be subjected to a heat 
treatment while h remains in contact with that molding surface. This heat treatment 
will depend in large part upon the material of which the wire strands of the metal 
fabric are formed, but the time and temperature of the heat treatment should be 
15 selected to substantially set the fabric in its deformed state, i.e., wherein the wire 

strands arc in their reoriented relative configuration and the fabric generally conforms 
to the molding surface. 

The time and temperature of the heat treatment can vary greatly depending 
upon the material used in forming the wire strands. As noted above, one preferred 
20 class of materials for forming the wire stands are shape memory alloys, with nitinol, a 
nickel titanium alloy, being particularly preferred. If nitinol is used in making the 
wire strands of the fabric, the wire strands will tend to be very elastic when the metal 
is in its austenitic phase; this very elastic phase is frequently referred to as a 
"superelastic" or "pseudoelastic" phase. By heating the nitinol above a certain phase 
25 transition temperature, the crystal structure of the nitinol metal when in its 'austenitic 
phase can be set. This will tend to "set" the shape of the fabric and the relative 
configuration of the wire strands in the positions in which they are held during the heat 
treatment. 

Suitable heat treatments of nitinol wire to set a desired shape are well known in 
30 the an. Spirally wound nitinol coils, for example, are used in a number of medical 
applications, such as in forming the coils commonly carried around distal lengths of 
guidewires. A wide body of knowledge exists for forming nitinol in such medical 
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dev.ces, so there is no need to go into great detaij here on the parameters of a heat 
treatment for the nitinol fabric preferred for use in the present invention. 

Briefly, though, it has been found that holding a nitino) fabric at about 500°C 
to about 550°C for a period of about 1 to about 30 minutes, depending on the softness 
or harass of the device to be made, will tend to set the fabric in its deformed state, 
i.e. wherein it conforms to the molding surface of the molding element. At lower 
temperatures the heat treatment time wiU tend to be greater (e.g. about one hour at 
about 350°C) and at higher temperatures the time will tend to be shorter (e.g. about 30 
seconds at about 900°C). These parameters can be varied as necessary to 
accommodate variations in the exact composition of the nitinol, prior heat treatment of 
the nitinol. the desired properties of the nitinol in the finished article, and other factors 
which will be well known to those skilled in this field. 

Instead of relying on convection heating or the like, it is also known in the an 
to apply an electrical current to the nitinol to heat it. In the present invention, this can 
be accomplished by, for example, hooking electrodes to the clamps 15 carried at either 
end of the metal fabric illustrated in Figure 2. The wire can then be heated by 
resistance heating of the wires in order to achieve the desired heat treatment, which 
wiU tend to eliminate the need to heat the entire moldmg element to the desired heat 
treating .emperan.rc in order to heat the metal fabric to the desired temperature. 

After the heat treatment, the fabric is removed from contact with the molding 
element and will substantially retain its shape in a deformed state. When the molding 
element 20 illustrated in Figures 2-4 is used, the bolts (not shown) may be removed 
and the various parts of the molding element may be disassembled in essentially the 
reverse of the process of assembling the molding element. If an internal molding 
section is used, this molding section can be removed in much the same fashion that it 
is placed within the generally tubular metal fabric in assembling the molding element 
20, as detailed above. Figures 5A and 5B UJustrate one embodiment of a medical 

device 60 which may be made using the molding element 20 of Figures 2-4. As 
discussed below., the device of Figure 5 is particularly well suited for use in occluding 
a channel within a patient's body and these des.gns have particular advantages in use 
as vascular occlusion devices. 
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The vascular occlusion device 60 of Figure 5A includes a generally tubular 
middle portion 62 and a pair of expanded diameter portions 64. One expanded 
diameter portion is disposed at eitheT end of the generally tubular middle portion 62. 
In the embodiment shown in Figures 5 A and 5B, the expanded diameter portions 64 
5 include a ridge 66 positioned about midway along their lengths. 

The relative sizes of the tubular middle section and the expanded diameter 
portions can be varied as desired. In .this particular embodiment, the medical device is 
intended to be used as a vascular occlusion device to substantially stop the flow of 
blood through a patient's blood vessel. When the device 60 is deployed within a 
10 patient's blood vessel, as detailed below, it will be positioned within the vessel such 

that its axis generally coincides with the axis of the vessel. The dumbbell-shape of the 
present device is intended to limit the ability of the vascular occlusion device 60 to 
turn at an angle with respect to the axis of the blood vessel to ensure that it remains in 
substantially the same position in which the operator deploys it within the vessel. 
15 Although the illustrated embodiments of this invention only have two expanded 

diameter portions, it should be understood that the device could have more than two 
such expanded diameter portions. For example, if the device has three expanded 
diameter portions, each expanded diameter portion is separated from at least one other 
expanded diameter portion by a tubular portion having a smaller diameter If so 
desired, the diameters of each of the expanded diameter portions can be the same, but 
they need not be the same. 

In order to relatively strongly engage the lumen of the blood vessel, the 
maximum diameter of the expanded diameter portions 64 (which occurs along the 
middle ridge 66 in this embodiment) should be selected so that it is at least as great as 
the diameter of the lumen of the vessel in which it is to be deployed, and is' optimally 
slightly greater than that diameter. When it is deployed within the patient's vessel, the 
vascular occlusion device 60 will engage the lumen at two spaced-apart locations. The 
device 60 is desirably longer along its axis than the dimension of its greatest diameter. 
This will substantially prevent the vascular occlusion device 60 from turning within the 
30 lumen at an angle to its axis, essentially preventing the device from becoming 
dislodged and tumbling along the vessel with blood flowing through the vessel. 
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The relative sh.cs of the generally tubular middle portion 62 and expanded 
diameter portion 64 of the vascular occlusion device 60 can be varied as desired for 
any particular application. For example, the outer diameter of the middle portion 62 
may range between about one quarter and about one third of the maximum diameter of 
5 the expanded diameter portions 64 and the length of the middle portion 62 may 

comprise about 20% to about 50% of the overall length of the device. Although these 
dimensions are suitable if the device 60 is to be used solely for occluding a vascular 
vessel, it is to be understood that these dimensions may be varied if the device is to be 
used in other applications, such as where the device is intended to be used simply as a 
10 vascular filter rather than to substantially occlude the entire vessel or where the device 
is deployed in a different channel in a patient's body. 

The aspect ratio (i.e.. the ratio of the length of the device over its maximum 
diameter or width) of the device 60 illustrated in Figures 5A and 5B is desirably at 
least about 1.0, with a range of about 1.0 to about 3.0 being preferred and an aspect 
ratio of about 2.0 being particularly preferred. Having a greater aspect ration will 
tend to prevent the device from rotating generally perpendicularly to its axis, which 
may be referred to as an end over end roll. So long as the outer diameter of the 
expanded diameter portions 64 of the device is large enough to seat the device fairly 
securely against the lumen of the channel in which the device is deployed, the inability 
ol the device to turn end over end will help keep the device deployed precisely where 
it is positioned within the patient's vascular system or in any other channel in the 
patient's body. Alternatively, having expanded diameter portions which have natural, 
relaxed diameters substantially larger than the lumen of the vessels in which the device 
is deployed should also suffice to wedge the device into place in the vessel without 
25 undue concern being placed on the aspect ratio of the device. ' 

The pick and pitch of the metal fabric 10 used in forming the device 60, as well 
as some other factors such as the number of wires employed in a tubular braid, are 
important in determining a number of the properties of the device. For example, the 
greater the pick and pitch of the fabric, and hence the greater the density of the wire 
strands in the fabric, the stiffer the device will be. Having a greater wire density will 
also provide the device with a greater wire surface area, which will generally enhance 
the tendency of the device to occlude a blood vessel in which it is deployed. This 



20 



30 



OPTIPAT 



17039161727 



03/03 '99 16:19 NO. 644 21 



WO 96/01591 FCTa»S95/086U 

-18- 

thrombogenicky can be either enhanced, e.g. by a coating of a thrombolytic agent or 
by attaching silk or wool fabric to the device, or abated, e.g. by a coating of a 
lubricious. anti-thrombogcnic compound. A variety of materials and techniques for 
enhancing or reducing thrombogenicity are well known in the art and need not be 
5 detailed here. 

When the device is deployed in a patient's vessel, thrombi wiU tend to collect 
on the surface of the wires. By having a greater wire density, the total surface area of 
the wires will be increased, increasing the thrombolytic activity of the device and 
permitting it to relatively rapidly occlude the vessel in which it is deployed. It is 
10 believed that forming the occlusion device 60 from a 4 mm diameter tubular braid 
having a pick of at least about 40 and a pitch of at least about 30° will provide 
sufficient surface area to substantially completely occlude a blood vessel of 2 mm to 
about 4 mm in inner diameter in a suitable period of time, if it is desired to increase 
the rate at which the device 60 occludes the vessel in which it is deployed, any of a 
15 wide variety of known thrombolytic agents can be applied to the device. 

Figures 6A-6C illustrate an alternative embodiment of a medical device in 
accordance with the present invention. This device 80 has a generally bell-shaped 
body 82 and an outwardly extending forward end 84. One application for which this 
device is particularly well suited is occluding defects known in the art as patent ductus 
20 arteriosus (PDA). PDA is essentially a condition wherein two blood vessels, most 
commonly the aorta and pulmonary artery adjacent the heart, have a shunt between 
their lumens. Blood can flow directly between these two blood vessels through the 
shunt, compromising the normal flow of blood through the patient's vessels. 

As explained more fully below in connection with Figure 8, the bell-shaped 
25 body 82 is adapted to be deployed within the shunt between the vessels, while the 

forward end 84 is adapted to be positioned within one of the two vessels to help seat 
the body in the shunt. The sizes of the body 82 and the end 84 can be varied as 
desired for differently sized shunts. For example, the body may have a diameter along 
its generally cylindrical middle 86 of about 10 mm and a length along its axis of about 
30 25 mm. In such a device, the base 88 of the body may flare generally radially 

outward until it reaches an outer diameter equal to that of the forward end 84, which 
may be on the order of about 20 mm in diameter. 
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The base 88 desirably flares out relatively rapidly to define a shoulder tapering 
radially outwardly from the middle 86 of the body. When the device is deployed in a 
vessel, this shoulder will abut the lumen of one of the vessels being treated. The 
forward end 84 is retained within the vessel and urges the base 88 of the body open to 
ensure that the shoulder engages the wall of the vessel to prevent the device 80 from 
becoming dislodged from within the shunt. 

As detailed above, in making a device of the invention it is desirable to attach 
the ends of the wire strands forming the metal fabric 10 to one another to prevent the 
fabric from unraveling. In the illustrations of Figures 6A-6C, a clamp 15 is used to tie 
together the ends of the wire strands adjacent the front end 84 of the device. It is to 
be understood that this clamp 15 is simply a schematic illustration, though, and that the 
ends could be attached in other ways, such as by welding, soldering, brazing, use of a 
biocompatible cementitious material or in arty other suitable fashion. 

The rearward ends of the wire strands are shown as being attached to one 
15 another by an alternative clamping means 90. This clamp 90 serves the same purpose 
as the schematically illustrated clamp 15, namely to interconnect the ends of the wires. 
However the clamp 90 also serves to connect the device 80 to a delivery system (not 
shown). In the embodiment shown, the clamp 90 is generally cylindrical in shape and 
has a recess for receiving the ends of the wires to substantially prevent the wires from 
moving relative to one another, and a threaded outer surface. The threaded outer 
surface is adapted to be received within a cylindrical recess (not shown) on a distal end 
of a delivery device and to engage the threaded inner surface of the delivery device's 
recess. 

The delivery device (not shown) can take any suitable shape, but desirably 
25 comprises an elongate, flexible rneta! shaft having such a recess at its distaf end. Trie 
delivery device can be used to urge the PDA occlusion device 80 through the lumen of 
a catheter for deployment in a channel of the patient's body, as outlined below. When 
the device is deployed out the distal end of the catheter, the device will still be retained 
by the delivery device. Once the proper position of the device 80 in the shunt is 
confirmed, the shaft of the delivery device can be rotated about its axis to unscrew the 
clamp 90 from the recess in the delivery means. 
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By keeping the PDA device 80 attached to the delivery .means, the operator 
could still retract the device for repositioning if it is determined that the device is not 
properly positioned in the first attempt . This threaded attachment will also allow the 
operator to control the manner in which the device 80 is deployed out of the distal end 
5 of the catheter. As explained below, when the device exits the catheter il will lend to 

restliently return to a preferred expanded shape which is set when the fabric is heat 
treated. When the device springs back into this shape, it may tend to act against the 
distal end of the catheter, effectively urging itself forward beyond the end of the 
catheter. This spring action could conceivably result in improper positioning of the 
10 device if the location of the device within a channel is critical, such as where it is 
being positioned in a shunt between two vessels. Since the threaded clamp 90 can 
enable the operator to maintain a hold on the device during deployment, the spring 
action of the device can be controlled and the operator can control the deployment to 
ensure proper positioning. 
15 A PDA occlusion device 80 of this embodiment of the invention can 

advantageously be made in accordance with the method outlined above, namely 
deforming a metal fabric to generally conform to a molding surface of a molding 
clement and heat treating the fabric to substantially set the fabric in its deformed state. 
Figure 7 shows a molding element 100 which may be suitable for forming a PDA 
20 occlusion device 80 such as that shown in Figures 6A-6C. 

The molding element 100 generally comprises a body portion 110 and an end 
plate 120. The body portion 110 is adapted to receive and form the body 82 of the 
device 80 while the end plate is adapted to compress against the metal fabric to form 
the forward end 84. The body portion 110 includes an elongate, generally tubular 
25 central segment 112 which is sized to receive the elongate body 82 of the device. The 
central segment 112 of the molding element 100 optimally has an internal diameter 
slightly less than the natural, relaxed outer diameter of the tubular braid of which the 
device is formed. This compression of the braid will help yield devices with 
reproducibly sized bodies 82. The forward end of the body portion 110 includes a 
30 back plate 114 which has a generally annular sidewal! 1 16 depending downwardly 
therefrom. The sidewall defines a recess 118 which is generally circular in shape. 
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The end plate 120 of the molding element 100 has a generally disc-shaped face 
122, which desirably has a clamp port 124 approximately centered therein for 
receiving a clamp 15 attached to the metal fabric, as noted above. The end plate also 
has an annular sidewali 126 which extends generally upwardly from the face 122 to 
5 define a generally cylindrical recess 128 in the end plate 120. The sidewall 1 16 of the 

body portion 110 is sized to be received within the recess 128 of the end plate. 

In usc x the metal fabric is placed in the molding element and the body portion 
1 10 and the end plate 120 are brought toward one another. The inner face of the back 
plate 1 14 will engage the fabric and tend to urge it under compression generally 
10 radially outwardly. The fabric will then be enclosed generally within the recess 118 of 
the body portion and will generally conform to the inner surface of that recess. If one 
prevents the entire clamp 15 from passing through the clamp port 124, the fabric will 
be spaced slightly away from the inner surface of the face 122, yielding a slight dome 
shape in the forward end 84 of the device, as illustrated in Figures 6. Although the 
15 illustrated embodiment includes such a dome-shaped forward end, it is to be 

understood that the forward end may be substantially flat (except for the clamp 15), 
which can be accomplished by allowing the clamp to be received entirely within the 
clamp port 124 in the end plate. 

Once the fabric is compressed Ln the molding element 100 so that it generally 
conforms to the molding surface of the molding element, the fabric can be subjected to 
a heat treatment such as is outlined above. When the molding element is opened again 
by moving the body portion 1 10 and the end plate 120 away from one another again, 
the fabric will generally retain its deformed, compressed configuration. The device 
can then be collapsed, such as by urging the clamps 15, 90 generally axiatly away 
25 from one another, which will tend to collapse the device toward its axis. The 

collapsed device 80 can then be passed through a catheter for deployment in a channel 
in a patient's vascular system. 

Figure 8 schematically illustrates how a medical device 80 generally as outlined 
above can be used to occlude a patent ductus arteriosus. In this case, there is a shunt, 
30 ret erred to as a PDA above, which extends between a patient's aorta A and the 
pulmonary artery P. The device 80 can be passed through the PDA, such as by 
keeping the device collapsed within a catheter (not shown), and the forward end 84 of 
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the device can be allowed to elastically expand to substantially recover i»s thermally 
set, "remembered" shape from the heat treatment process, such as by urging the device 
disiaily to extend beyond the distal end of the catheter. This forward end 84 should be 
larger than the lumen of the shunt of the PDA. 
5 The device can then be retracted so that the forward end 84 engages the wall of 

the pulmonary artery P. If one continues to retract the catheter, the engagement of the 
device with the wall of the pulmonary artery will tend to naturally pull the body 
portion 82 of the device from the catheter, which will permit the body portion to 
return to its expanded configuration. The body portion should be sized so that it will 
10 frictionaily engage the lumen of the PDA's shunt. The device 80 will then be held in 
place by the combination of the friction between the body portion and the lumen of the 
shunt and the engagement between the wall of the pulmonary artery and the forward 
end 84 of the device. Over a relatively short period of time, thrombi will form in and 
on the device 80 and the thrombi will occlude the PDA. If so desired, the device may 
15 be coated with a suitable thrombolytic agent to speed up the occlusion of the PDA. 

Figures 9A and 9B are a side view and an end view, respectively, of yet 
another embodiment of the present invention. This device 180 can be used for a 
variety of applications in a patient's blood vessels. For example, if a fabric having a 
relatively high pick (i.e. where the wire density is fairly great) is used in making the 
20 device, the device can be used to occlude blood vessels. In other applications, it may 
serve as a filter within a channel of a patient's body, either in a blood vessel or in 
another channel, such as in a urinary tract or biliary duct. In order to further enhance 
or reduce the device's tendency to occlude the vessel, depending on the application of 
the device a suitable known thrombogenic or antithrombogenic coating may be applied 
25 to the device. / 

This filter 1 80 has a generally conical configuration, tapering generally radially 
outwardly from its rearward end 182 to its forward end 184. A length of the device 
adjacent its forward end is adapted to engage the walls of a lumen of a channel. The 
maximum diameter of the filter device 180 is therefore at least as large as the inner 
30 diameter of the channel in which it is to be positioned so that at least the forward end 
will engage the wall of the vessel to substantially lock the device in place. 



OPTIPAT 



17039161727 



03/03 '99 16:23 NO. 644 26 



WO 96/01591 PCI7US95/08613 

- 23 - 

Having a series of unsecured ends 185 of the wire strands adjacent the forward 
end of the device will assist in seating the device in the channel because the ends of 
the wires will tend to dig into the vessel wall slightly as the forward end of the device 
urges itself toward its fully expanded configuration within the vessel. The combination 

5 of the friction between the outwardly urging forward end of the device and the 

tendency of the wire ends to dig into the vessel wails will help ensure that the device 
remains in place where it is deployed rather than floating freely within a vessel to 
reach an undestred location. 

The method in which the device 1 80 of the invention is deployed may vary 

10 depending on the nature of the physiological condition to be treated. For example, in 
treating an arterio- venous fistula, the device may be carefully positioned, as described 
above, to occlude the flow of blood at a fairly specific location. In treating other 
conditions (e.g. an arterio- venous malformation), however, if may be desired to simply 
release a number of these devices upstream of the malformation in a vessel having a 

15 larger lumen and simply allow the devices to drift from the treatment site to lodge in 

smaller vessels downstream. 

The decision as to whether the device 180 should be precisely positioned at an 
exact location within the channel in a patient's body or whether it is more desirable to 
allow the device(s) to float to their final lodging site will depend on the size of the 

20 channels involved and the specific condition to be treated. This decision should be left 
to the individual operator to be made on a case-by-case basis as his or her experience 
dictates; there is no one right or wrong way to deploy the device 180 without regard to 
the conditions at hand. 

in the embodiment shown in Figures 9A and 9B, the wall of the device extends 

25 generally Linearly from a position adjacent the clamp 90 and the other end of the 

device, approximating a conical shape. Due to the presence of the clamp 90, though, 
the end of the device immediately adjacent the clamp may deviate slightly from the 
cone shape, as indicated in the drawings. Alternatively, the wall may be curved so 
that the diameter of the device changes more rapidly adjacent the rearward end than it 

30 does adjacent its forward end, having an appearance more like a rotation of a parabola 
about its major axis than a true cone. Either of these embodiments should suffice in 
occluding a vessel with the device 180, such as to occlude a vessel. 
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•■J- of the wire strands at the rearward end 1 82 of ,h a 
with resnec. ,n one another such a, K SKUred 

another, such as by means of a threaded clamp 90 sueh as th a , 
descrtbed above ,„ connection wid, Hgures 6 A -6C. Portrons of the 

taeen. the torward end ,84 ma y also he secured a e aans, re,a.ive movement as 
by spot wetdtn, wires to one another where the, cross adjacent the forward end S h 
• spot weld ,s schematically Ufnsrrated a. , 86 in Figures 

:., the embodunen, illustnued in Figures 9, though, the ends of the wire s ,„ 
adjacent the forward end , 84 in the r **a> device need no, he affiaed o o 
in any fashion. T,ese strands are held m a ftaed posidon during 
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Whtle the ends of the wire arasrfs adjacent ,he forward end remain fixed revive „ 

one another, they can he hea, „ea,ed, as ourUned above. TT,e hea, treatment J 1 

o ft, the shapes of the wires in the, deforme, configuration wheroin the device 

eneraUy conforms to a molding surface of the molding Cement. When ,he device is 

w.,h the mo.d,ng Cement, even if the ends of ,h= wires are released from any 
constnun, the device should still substantia!,, reutin its shape 

20 of P FiEUTCS ,0A "'° C " 1USlra ' e ' *~ m ° Ms <°' « » '°™ng ,h= filter ,80 

»H,ch deftnes a pa,r of generally cornea, pordons abutdng one another. In another 
embodiment (not shown,, the molding eiemen, 200 may he generaUy ovo 

element comprtses ,wo conical segments 202 which abut one another a, their-bases 
efmtng a ,arger dieter a. the midd,e 204 of the element which can tape, relati e,y 
U n.fom, l y lo „ artlheends206ofih(:elemen|2oo 

When the a tubular braid is used it, forcing this device, the t»b„,ar meta, fabric 
- y be apphed to the molding Cement by p,aci„g the molding element within ,he 

cut,. { .he brasd to the desired iengdn. ,n order to bene, facilitate ,he adachment of 
-e Camps 90 to the ends of Ute mbular braid, the ends 206 of the moldmg element 
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may be rounded. as shown, rather than tapering «o a sha™ 
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— y „ shown in ^ 9A „ d 9B rrrr 

■0 fended , 0 be ^ wilhin . „ ^ fabrfc juch ■ J- 

» -e-ve the fabric. ,„ lhis OTbodimenl t „ c roo]ding eiemem J ' •*» « 

- ir« sit: rtLTr^:' 2,6 ~ ~ - — ■ - 

ed by a wall 222. Each section also may be provided with a 
genera y cyli „ drical ^ _ ^ fcf ^ a ^ ^ 

end of the metal fabric. 

The two mowing sections shouhi be readilv attached ,o one another with the 
larger, open ends 226 of the sections abutting one another. THe moid sections can 

zivn such as by ^ 3 rcusabie * <~ > — - 

destted. boh ho.es 22 8 or the tixe may be provided ,o a.,ow a nu, and boh or any 

^dT~ sys,en " '° * p "" d ,hrough ,he bo,es Md ^ h - ~— ™. 

In use, a suitab.y si2ed piece of , ^ 

2.4. 2,6 are urged toward one another. TTte fabric sho u ,d have a relaxed axL ,e„l 
■onger than , he ^ Ieng , h of the recess 212 so tha, bringmg thc ^ ^ I 
another wU, ax,a„y compress the fabric This axia, compression wdl tend I urge I 
.« ««* o, the braid mdial.y outward,, away from the axis of the braid Id 
-arc .engagement with the mCding surface of the e.ement 2,0. which is defined bv 
the surface of the recess 212. ' 
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Once, the metal fabric is deformed to generally r«nf„ 

or e ilher mo ,d,„ g elemenl 200 or 2J0 , he f ^2 b T m mOMine 

■he shape or u,e fabric in its ri f , '" «■ 

Pe tte f.bnc ,„ , ts deformed sure. If moldine elcmen( 

•hen b= removed from lhe ^ ^ • - — . - can 

b-een ,be resilie „, wire ^ ^ ™^ 
open,„ g ,he web or ^ ^ ^ ^ < ™ by 

recess 2,2. Depends on lhe shapc of ^ ^ 
shape .ay « eifher a pair of abuu tag boUow cones „, as noKd aboy , 

Tb. shape can ,hc„ be c„, in.o ,„„ h a,v« by cudurg ,hc wires in 

*.pe, « a hrcaoon abou, mM „ay a,„„ g ta lenph. This wi„ produce ,w„ ^ 

sriands are ,„ be joined adjaeen, U,e forward end of ,be device (such as by the 
wCd-nems shown as ,86 in Fi gu ,es 9A and 9B). this can be don. before d,e conrca, „ 
°vo,dsha P ™ re d i n,o t wo halves. Much , he sanre „e, shape co„,d be 
accon^eo by c uning ,he nrefa, fabric ,„,„ halves whUe i, is sliU ^ abou , 

Jltr ^ — - *- *~ «*■ ^ be 

formed "V" al,e ' MtiVe emb0di,nent ^ «*«'. «" e,eme„, 200 is 

formed of a ma t eria, se,ec,ed ,o permit ,be m o,du, g Cement ,„ be destroyed for 

ZZZ ZT a wi,h ,he roo,dins of ,he "•*»■ *--■ - «•*. 

le J I C ' f ^ " " Ete ' — - * 

" ' ab " C C " S, ™ Ck a ^ causin, ,he 6 ,ass ,o shade, Toe 

siass s„a,ds can ,be„ be ,e m oveo lmm , he c „ clos „ re of ^ ^ ^ ^ 
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shape can be used in its ge „eraUy conicai shape Qr . 

«- - p-e a ^ y as sho p ; n in — ~ sepa^ 

Alternatively, ,he molding element 200 can be formed of , • 
b. chemic» U y d.ssolved. or ^ - ~ wnieh ea„ 

-ding element can be subjected ,„ , ta _ „ ^ « - 

»e fabric in conformance * fc surface „ fc ^ efe J"™- ' 

moldtng element is substantially dissolved the metal fabrie r K 

- - * — -pe ot en, „,o sef _ ^-^17" ^ ^ 

Care should be taken to ensure tha, the material selected to for-n the mow 
element , capable of ^ ^ ™ - » S 

" - -He Shape o, the fabric has been set. Por eaamp.e. the mo.di Z^l Z 
ormed o, malerial . ^ ^ ^ ^ ^ e 

TZ t ™ r me,,ing ^ ° f *» ^ - 

rands n, „ oldmg e!ernen[ ^ ^ ^ ^ ^ 

- ~ ;;:r br : " ereupo ° ,he — - b < - -^u 

I. should be understood that ,h. methods outlined immediately above for 

» if 1 mlmT" ^ A " h °" 8h mKh0d5 ^ ^ fe — r — »■ 

e.eme„,s 30-40 of the molding Cement 20 o, Figures 2-4). if ,he mo,di„g element or 
IT"'"" " «— — - -eta, fahric Csnch as the H 

I ! r of ,be rao,di " e e,emera 20) - — — * - - - » ~y 

w ;r: ,he n,o,dtae ew -' ^ o "' — * — - **» N y 

form R8Urc iJ "' Stn " eS S,,0,her """^ e,eme "' 230 •«* «« * use. in 
rorrnmg a medical device such a, tha, illustrated in Figures 0 A and „. TCs moid l 8 



OPTIPAT 1703* 61727 0 3/03 ^99 16:32 H 0.6« 05 

WO 96/0159) 

PCT/US95/08613 

• 28 - 

e ' Cmem C ° mpriSe5 3 " °— -o^ e section 232 defining a U pered " 

and an inner molding section 236 h • '""^ SUrfacc 234 

uiiig section 236 having an outer surfar^ oiq 

shape as the Upcred inner surface 234 * . 238 sub — ,aU y 'he same 

nnoldu.g section 236 sh ™ ™ r Thenar 

outer molding sectioT ™ e 7 ^ ^ ^ * l ~ - 

«, sect,ons. The molding surface of this molding element 230 , ,- 
the fabric will eeneratlu ™ r mem 230 ' to w hich 

in generally conform, can be considered to include both ,h 
» 0- o„,„ moldine ^ ^ fc _ jurface ^ - - - ~e 

'0 This molding element 230 can ^ u$cd ^ a 

- ~ braid „ snch . fabric „ _ _ . chmp i5 <noi J- « 

^ ,*e „ p , ded to , he of w _ re s|randj ^ mc S) 

^ or 20 (F i6 „ res 2 . 4) can te „ for the ciam 

However, the present moldillg e ,e m e„, 230 can be used quite teaddy „ ith , na[ 

'° produce a 180 — «r- » - ^ow,, ,„ Fi8ures 9A and 9B 6 for 

e,amp,e, . gene „„ y ^ rf fc ^ ^ w ' 

nc ,s tben p„ C ed between lhe ^ 5ec(io „ s 2J2 ^ rf fc ^ - 

s~, ons are moved together to defo™ , h e fabric ^ ^ 

was deformed between the i wo nrolduig sections. 

25 230 in r * **" * ** < " SC ° SSi0 " Vari °" S ro0,di " S W. 210 and 

230 „ Rsures IOA ., OC h should ^ |ha| a numte ^ diffcra 

ntav achieve essentia,,, tbe sante descred shape, moUine events 

coipirTr^ 1 " wi,hjn a ciosed ~ ° f fabric and - — 

0 of F, gU re ,0B snbsrantiaOv e„e,oses the fabric witbin a recess in fc roold 

" C ° mPreSSfon ° f ,he fab * < in — «*■ compression of a nabob,- braid, 
detortn „« f abric , 0 lnc ^ coafisura , jon ^ ^ ^ ^ 
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Fibres l, lnd 12 «*odta« of M „ 

dtV ' Ce " ~— » «. inve Mi „„. Bo,, Figu „ " *" 

]o - - - emboli W . paliem , ^^1"^^ * 
10 perfonned. such as by usine .he - Procedure , s being 

using the trap m conjunction with a 

"7 - — - — c alhe ,„ „ ; 

- - — * ~ «. o, h e r :::r„: ::ir - 

in the embodiment of Figures 1 1 A and MR th 

con 264 «, cndine ^ a disial ri"; h a 

- ^ ana a proximal band 274 Th^ Hi^i k ^ 

lftc <"StaI band may be maHp of o 

a — of . bioco m p ali b,e ce™^ „. L as /^T M 

» 'he « 17 T a hyPO,Ube ^ ,0 PCn "" - *», 

.so aesired, the proxmiaJ band 
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f0nned ° f 3 " ,0re radiOPaQUe mCtaJ • ° r ' NjTi '*» *■* can have a 
rad.opaque coatmg appbcd to its surface. 

The body of the device is formed of a metaJ fabric as exnl," s , 
"2. 274 before ,he fabric is cm ,o ,engd, Much UKe d,= damps ,5 90 „„,eH K 

*- b ^s m , « wm help prcvcn , lhe raeul fabric from „^ ~- 

'0 When .he device is in i,s coUapsed suue for dep.oy.nen, in a patient vessel fas 

**d*ed in Pi6ure , , A)j |he ^ 2?0 wUJ ^ Miiapsed » v-e, fas 

su.de™ mo. ^ d.sral 272 and proximaf 274 bands are spaced away fron, « 
-•her a,on g ,he ,eng.„ of ,he guide.ire. „ i[h ,„e fabric „f lne device exlc „ ding 
d^reWeen ,„ . prefemd ^ ^ ^ ^ fa ^ 

«... engage dre ou.er surface of rhe guidewire ,o penni, U,e device ro be depioye, 

■-rough a reia.ive.y small lumen of a cadrettr or another medical device 

^ When ,he device is deployed in a paUenfs vascular sys.em, the basket wUI .alee 

an expanded configuraoon wherein i, extends outwandly of the outer surface of the 
Su.dew.re. As bes, seen jn Figure , ,„ fc ^ ^ fc ^ 

-7 ^erally resemble a convention, umbrella or p^cbute, having a don.e le 
«~« curving radiaJly OUIWald|> from 

^ -.and 272. js ,„ b = understood «», o,her suUab,e shapes cou.d ens ,y perfl 
* desrred filtering fi,„ ctioi , !uch , ^ s „ ape ^ ~ 

^ Sra0 ° ,h - "~ " ~- *~ * »*» •«. . 

2 b-eved ,ha, a reladvely fla, disc shap, „ou,d also suffice ,„ ,his eapWo 

op-aNy he,„g spaC ed only a shod disrance fron, ,he proxim al band 274 as 
illustrated. 

30 , i» d!" "tf ^ " S SlaK (FiE " re " A> 10 •« — figure 

««. -» 8 reccveo widdn ,he ,„,e ri or of a disu, ponion 284 of ,he coUap S ed baste 
Tta Ponces a ..o-iayered srnacure having a p ro », m a, Up 286 spaced radiaUy 
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outwardly of the guidewjre cWS„- 

• Wneo b ,ood (or .J,: ri^ 1 "— — d 28B of the 

a.nereo.onry or a „ w ~ «- - - d uri „ 8 
5 ba S k«. S ' ttnd 10 "<= «aPPed in the cavi.y 288 of ,he 

^r, p :;i::r;: : :rr br,c ca - bc — — ■ - 

J-, of ,e f a bric are dea^ £2 ~ ^ ^ ^ 
.0 be fc rairamum sj2c of ^ - ■ - Sene^ly 

-* e ff ec,3 if are aUo.ed ,o fl oa, free.y wilnin , ^ "«~ 

-™ .o make .he po res 100 sn , a M ,7^ 

'« » P-s ,„ro u6 „ the waU of [he J a 2 b 7 7" '* •*»* <« °«~ <W„ should b = 
coa,e<l will, a autah,, .• . S ° ' he baskM "»y be 

one ano.her and in som , „ , ^ ne °' wires to 

- » 28 7: ^ » «— or ea S e„ tiaJ1 y 

«aea 282 .284 of <he fabric, .he effective pore siae of, h, rf 
"goificamlv reduced even a, .hese loc a.io„ s 

"odi;:::r;: b T provided wi,h — 290 < - — 

actually formed of ,„o longer wire, „(,h t • W, " BS are 

P-*» o, u. pro^ ^T^T ^ "I"""** ' 

of, he nreulfah , I " m "" y ta *■""»"» «■» 

- ~~ or ::: :;; irr;r : r — - - - — 

proximal lip 0 f the basket ... f 8U ' deW,Je - thC W " es exte »ding along the 
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and entrap any materia. caught in the cavity 288 of the basket during use so that the 
basket can be retracted, as detailed below. 

The tether wires 290 may extend along much of the length of the guidewire so 
that they will extend outside the patient's body during use of the device 250 - When it 
3 is desired to collapse the basket for retrieval, the operator can simply hold the 

guidewire 260 steady and retract the tethers with respec, to the guidewire. Thus caJl 
tend to be relat.vely cumbersome, though, and may be too difficult to effectively 
accomplish without breaking the tethers if the device is deployed at a selective site 
reached by a tortuous path, such as in the brain. 

Accordingly, in the preferred embodiment shown in Figures 11 A and II B, the 
texhers 290 are attached to the guidewire 260 at a position spaced proximally of the 
basket. The tethers may, for example, be attached to a metal strap 292 or the like and 
this strap 292 may be affixed to the shaft of the guidewire. When it is desired to close 
the proximal end of the basket for retraction, an external catheter (not shown) can be 
urged distally toward the basket 270. When the catheter encounters the radially 
extending tethers, the distal end of the catheter will tend to draw the tethers toward the 
guidewire as the catheter is advanced, which will, in turn, tend to draw the proximal 
end of the basket closed. 

Figures 12A and 12B illustrate an alternative embodiment of the device shown 
in F.gures 1 1 A and 1 IB, with F.gure 12A showing the device collapsed in a catheter C 
for deployment and Figure 12B showing the device in its deployed configuration. In 
the embodiment shown in Figures 12A and 12B. the basket 270 is formed substantially 
the same as outlined above in connection with Figures 11 A and 1 IB. In the 
embodiment of Figures 12, though, the distal band 272 is affixed to the guidewire 260' 
at the distal tip of the guidewire. The guidewire 260' is of the type referred to in the 
art as a "movable core" guidewire. In such guidewires, a core wire 265 is received 
within the lumen of a helically wound wire coil 266 and the core wire 265 extends 
distally beyond the distal end of the coD 266. A thin, elongate safety wire 268 may 
extend along the entire lumen of the coil 266 and the distal end of the safety wire may 
be attached to the distal end of the coil to prevent loss of a segment of the coil if the 
coil should break. 
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Jn the embodiment of Figures 11 rh, 
-chad to a metaJ strap 292 J£ • f ~ «* or the tethers 290 are 
presen, embodimem P J ^ 1 ^ * " «* ~ c 260 . 

— • - leihers « ; ttach : : ; ~; e : - - « - - 

spot along the length of the coil Ac n. , , Vmuall y «" 

An external catheter such as that referred to in «h, h- 
but not shown m those dra • ° ' he d,SCUSSlon of Fig ures , j A 

those drawings, is ilJustrated in Figures 12A a „n n D 
basket 270 is deployed in a ,> 12B - ° nce lhe 

Ployed in a patient's vessel to substantially reach ,h* 

:::: :::rr u : — - - — r--r ^ 

» "raw me (ethers down toward the euidr-wt„ , .1 .. , 
explained above. fP-idew.re and help close the basket, as 
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accordance with the present i„ venllo „. TOs ^ *™ °< ' ™ «™P - 
-ivedoveraauidewt^iO. ,n „. rc!pects lte ^ 

band 322 a*, a distal band 324 As in the , k7 ' P^ ° Xi,na, 

distal band ntav be attach A ' a " bod "-»' <* Hr«. ISA and 12B, the 

a « I *~ ^ » » ^— . 

auucrure such as 1S shown in Figures i 1 ^u- • ■ 

— hr ^ond the baste,, eotfd i„s,ea d b e n sl ' 

seZeTTai: ^ ^ <S " OW " " ^ °* ^ «« <«— - 

semen, r! Pr °"'" al SCS ' nem 326 ' * ilh *»• «• «• *e dista, 

-gnten, be.ng „ to the disu, band 324 and the proxinta, end of ,he 
segment being atxacheH »„ ,u e P rox ™aJ 

^"ig attached to the proximal band 322. When the basket 32n ■ ■ • 
expanded configuration (shown in Figure !2B> rh " " 

Mgure 12B), the proximaJ segment 326 is received 
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within the distal segment 325, defining a proximal Hp 328 at the proximal edge of the 
device. The wall of the basket thus formed also includes a cavity 329 for trapping 
solids entrained in a fluid, such as ernbob in a patient's blood stream. 

The basket 320 of Figures 13-15 is also shaped a little bit differently than the 
5 basket 270 of the previous drawings. The primary difference between these two 

baskets is that the basket 320 is a little bit shorter alone its axis that is the basket 270. 
This different basket shape is simply intended to illustrate that the basket of a vascular 
trap in accordance with the invention can have any of a wide variety of shapes and no 
particular significance should be attached to the slightly different shapes shown in the 
10 various drawings. 

In the vascular traps 250 and 250' of Figures 11 and 12. respectively, tethers 
were used to draw down the proximal end of the basket 270 to close the basket for 
retraction. In the embodiment shown in Figures 13-15, though, the trap 300 includes a 
basket cover 340 positioned proximally of the basket 320. The basket cover may also 
15 be formed of a metallic tubular braid and is also adapted to be collapsed to lay 

generally along the outer surface of the guidewire 310. The cover 340 is not directly 
affixed to the guidewire at any point, though, but is instead intended to be slidable 
along the guidewire. As best seen in Figures 13 and 14 wherein the cover is in its 
collapsed state, the cover 340 includes a distal hypotube 342 and a proximal control 
hypotube 344, with the distal hypotube being attached to the distal end of the cover 
340 and the proximal control hypotube 344 being attached to the proximal end of the 
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cover. 



The cover 340 is shown in its deployed, expanded configuration in Figure 15. 
As shown in that figure, the cover has a similar structure to that of the basket 320, but 
25 is oriented to be open distally rather that proximally, as is the basket. As 'best seen in 
Figures 13 and 14 wherein the cover is in its collapsed state, the cover has a distal 
segment 352 and a proximal segment 354. When the cover is deployed by urging it 
distally out of the distal end of the deployment catheter C, the cover 340 will tend to 
resihently return to its expanded configuration and the distal hypotube 342 will slide 
axially proximally along the guidewire toward the proximal control hypotube 344. 
This will invert the collapsed cover so that the distal section 352 is generally received 
within the proximal section 354, defining a distal lip 358 of the cover. 
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The proxima) conCrol hyootube 144 m 
«• to* of .he catheter 3,0 s ^r, 7 ^ " - 

~» 3,o.: 0 ; ra : a ;:;:: r ,roI b ~ - - ~- - - 

5 ft, u , , control the position of the cover 340 «,;,(, 

5 the basket 320, which is a ff««i , n lK ^ wuh res P e ct to 

n is amxed to the guidewires. a 5 eiplamed in morp , -, 

; ^ « <* - -,ce 300. ooce the JL has I 

'° ^ «~ ^ «-e nu id (e., etoboh „ b ^ 1 

340 r „ deployed Md ,„ e , rap ^ - > ' - 

.he ^ proxinlaJly wjlh ^ (o fc con(ro| ^ by 
1 ne inner diameter of the distaJ lin „r ,k 

■o «*p« about the bas k e, Ughlly ^ fc _ ^ rf ^ 
removed from ihc pauent s body E,», • . c 

H . , . , , P """body. By enclosing the basket within the cover the 

- ::::::::::::: - - - - - - - - ^ 

The guidewire and the metaJ fabric can be of ,„ u w 
intend . i* 06 ° f any dia "ieter suitable for the 

intended application of the vascular trap 250 250' or 300 In 

the guidewire is bet w „ k n n " prcferTed embodiment, 

,ucw,re ,s between about 0.014" and about 0 018- ;„ a 
the metal f,K • ^ , diameter and the wires of 

the metal fabnc used to form the basket (and the cover 340 if 
* between about 0.002" and about 0 006" Th ^ ^ « 

or 322 374. , • ' UackBeM ° f ,be metal b ^s (272 274 

322. 324) also « desirably m the range of about 0.002"-0 006" 

vessels ^JT"^ ^ ^ » * — * ~ 

When the d ' " ^ ^ «*» * e C « baslcet 

When the dev.ee ,s coUapsed for tlep.ovment through a catheter, it wiU have an outer 
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diameter of about 0.018". permitting the device to be used with catheters and other 
instruments adapted for use with a 0.018" guidewire. 

Figure 16 illustrates one embodiment of a molding element 370 which may be 
used in makmg a basket 270. Although the basket 320 and cover 340 of the trap 300 
5 are shaped somewhat differently, an analogous molding element can be used for these 
portions of the trap 300 as welJ by simply modifying some of the dimens.ons of the 
molding element 370, but retaining the basic shape and structure of the molding 
element. It also should be understood that the molding element 370 is merely one 
possible molding element for forming a shape such as that of the basket 270 and that 
any one of a variety of different molding elements will be apparent to those skilled in 
the art, as noted above in connection with Figures 10A-C. 

The molding element 370 has an outer molding section 372 defining a curved 
inner surface 374 and an inner molding section 376 having an outer surface 378 
substantially the same shape as the curved inner surface 374 of the outer molding 
section. The inner molding section 376 should be sized to be received within the outer 
molding section, with a piece of the metal fabric (not shown) being disposed between 
the inner and out^r molding sections. In a preferred embodiment, the inner surface 
374 of the outer molding element and the outer surface 378 of the inner molding 
section each include a recess (375 and 379. respectively) for receiving an end of the 
braid. The molding surface of this molding element 370. to which the fabric will 
generally conform, can be considered to include both the inner surface 374 of the outer 
molding section and the outer surface 378 of the inner molding section. 

In use, the two molding sections 372, 376 are spaced apart from one another 
and a length of a tubular braid of metal fabric (not shown in Figure 16) is disposed 
between these molding sections. Optimally, one end of the fabric is placed in the 
recess 375 of the outer molding section and the other end of the fabric is placed in the 
recess 379 in the inner molding section. The inner and outer molding sections can 
then be urged generally toward one another. As the ends of the wire approach one 
another, the tubular braid will tend to invert upon itself and a surface of the tubular 
braid will generally conform to either the inner surface 374 of the outer molding 
section or the outer surface 378 of the inner molding section, arriving at a shape 
analogous to that of the basket 270 of the traps 250, 250\ The two molding sections 
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can them be locked in place wuh respect to one another and tl 

heal treated to set the wires in rh.< „ , fabriC n,a y ^ 

me wires in this deformed configuration 

: The method in accordance with the present invention further ,„ cl , 
of treatm g a physical condition of a patient In accorda ' ^ 

5 medical device ,.,;, a hi f accordance wuh this method, a 

accordance wkh one of I' TJ Mndi " 0n - Wh ' Ch ^ " - 
one of the embod.ments outlined above is selected P. 

r ductus — ?- * - * «— . * PDA rr e 

6C can be seleced. ^ fc ^ » 

above h^^ dCViC " ^ " aCC ° rdanCC Wi ' h ' hC * ° f *• »— o^ 

r i;::r rr conf,sura,, ° n ^ a — — 

15 der Tk ° UE " 3 Ca,be,Cr ' ^ 1- is general 

15 defined b, ,he shape of ,he medical fabric when i, is deform , 

—g so rf aee of „ m o,dan e eleme, „J ^ ^ ^ " 
fabnc conforms ,o ,be m o,di„ g surface _ w „ en ,„ c 

» ™ ::r T ng c,emeM - ihc faMc - — a — • *- » - 

preser expanded configu ration. 

taw*" 1 "TT ^ *" " ""^ *" "* ""^ COTrfi ~ - 
-ened ,„,o .be l ume „ of ,be ca.be.er. «, lapsed confignm.ion of .he device mav 

*» ^ «— — * - lumen of a ea.be.er an ZZ 
aTs IbeTL ' ' rcla " Ve ' y el0nEa,Cd ^ —ein dae devices 

■L™ r ™ s ^ co " fieuration ca " - — - *■* * 

me device 60 inwardly .oward u,e device's axis The Pna „ , ■ 
30 Rpures 6 al,„ „ occlusion device 80 of 

ores 6 also opera.es ,„ m Uch lhc ame fashio „ a „ d ^ fe 

collapse, conOgnradon for Virion i„.o ,be ca.beier b y app, y i„ g ,e„ sio „ ^ 
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along the ax,s of ,he device. In this regard . thdK d£v 
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Since the trap is positioned downstream of the stenosis, any debris released 
during the procedure will tend to drift distally toward the basket and be caught therein. 
In order to prevent any emboli from simply floating past the trap, it is preferred that 
tbe proximal lip (288 or 328) of the basket be at least as large as the lumen of the 
5 vessel. In a preferred embodiment, the natural dimension of the proximal lip (i.e. 

where the basket has fiiUy returned to its expanded configuration) is somewhat greater 
than the vessel's inner diameter so that the basket will firmly engage the wall of the 
vessel. 

The method of retracting the basket will depend on which embodiment of the 

10 vascular trap is used, namely whether or not the device includes a cover 340. The 
device 250 or 250* of Figures 1 1 or 12, respectively, do not include such a cover. 
However, they do include tethers 290 which extend proximally from the proximal lip 
288 of the basket to an attachment to the guidewire. In either of these embodiments, a 
retrieval catheter can be introduced over the guidewire and urged distally toward the 

15 basket. As explained above in connection with Figures 11 and 12, this will tend to 
draw the tethers down toward the guidewire, effectively closing the proximal end of 
the basket 270. Once the basket is sufficiently closed, such as when the proximal lip 
of the basket engages tbe distal tip of the retrieval catheter, the catheter and the 
vascular trap can be retracted together from the patient* s body. By substantially 

20 closing the proximal end of the basket in such a fashion, any emboli which are 

captured in the basket when it is deployed can be retained within the basket until it is 
removed from the patient's body. 

If so desired, a balloon catheter or like device can instead be used, with the 
balloon catheter being used to draw down the tethers 290 and collapse the basket. The 

25 vascular trap can then be withdrawn with the balloon catheter rather than having to 
separately introduce a removal catheter to remove the trap. 

In withdrawing the embodiment illustrated in Figures 13-15, the cover 340 is 
positioned over the proximal lip of the basket before the vascular trap 300 is retracted. 
Once the medical procedure is completed and any debris has been captured in the 

30 basket, the cover 340 is allowed to resiliency substantially return to its expanded 
configuration. Once it is deployed proximally of the basket, the basket 320 can be 
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drawn proximally toward the cover 340 until it engages or is received within the 
cover, as noted above in connection with Figure 15. 

In actuality, the cover 340 may be unable to return to its full expanded 
configuration due to the confines of the vessel in which it is deployed. As explained 
previously, the cover 340 is desirably larger than the basket 320 so that the basket can 
be received within the cover. However, the basket is optimally sized to engage the 
walls of the vessel to prevent the unwanted passage of emboli or other debris around 
the edges of the basket. Accordingly, the distal Up 358 of the cover will engage the 
wall of the channel before it expands to its full size. The walls of most bodily 
channels, such as blood vessels, tend to be somewhat elastic, though. The cover 340 
will therefore tend to urge harder against the wall of the vessel than the smaller basket 
and may stretch the vessel a little bit more than will the basket. In this fashion, the 
cover may still be able to expand to a dimension large enough to permit the basket to 
be received in the cavity 356 of the cover. If not, the distal lip 358 of the cover can 
simply be brought into close engagement with the proximal lip 328 of the basket to 
generally seal the basket. 

Once the cover 340 is brought into engagement with the basket 320, whether by 
receiving the basket within the cover or, less preferably, by engaging the lips 358, 328 
of the cover and the basket, the device can be withdrawn proximally from the patient's 
vascular system. The cover will tend to prevent any emboli caught in the basket 
during deployment from being inadvertently lost during withdrawal. 

The vascular traps 250, 250' and 300 of the present invention therefore have 
distinct advantages over ether vascular traps or filters currently known in the art. As 
explained above, most prior art traps are difficult and expensive to form and cannot Ipe 
readily collapsed for retrieval. The present invention, though, provides a method for 
making the vascular traps 250, 250' and 300 which is both relatively inexpensive and 
less labor intensive, generally resulting in a more consistent product than prior art 
hand-forming methods. Furthermore, the structure of the device and the methods 
outlined above for removing the device will fairly reliably prevent the inadvertent 
dumping of trapped emboli back into the bloodstream while the device is being 
removed. Since most prior art traps and filters are much more difficult to use and are 
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more likely to dump filtered debris back into the bloodstream, the present invention 
can be substantially safer than these prior art systems. 

While a preferred embodiment of the present invention has been described, it 
should be understood that various changes, adaptations and modifications may be made 
5 therein without departing from the spirit of the invention and the scope of the appended 
claims. 
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WHAT IS CLAIMED IS: 

1 A trap for trapping particulate material entrained in a fluid within a channel 
of a patient's body, comprising a guidewire having a distal end and a basket carried by 
the guidewire adjacent said distal end; the basket being adapted to strain the peculate 
mal crial from fluid passing therethrough and comprising a metal fabric having first and 
second ends, at least one end of the fabric being adapted to slide along the guidewire; 
the metal fabric having a collapsed configuration wherein the first and second ends are 
spaced from one another a first distance along the guidewire and the metal fabric has a 
first diameter, and an expanded configuration wherein the first and second ends are 
spaced a second, shorter distance along the guidewire and the metal fabric has a 
second diameter, the first diameter being less than the second diameter. 

2 A trap for trapping particulate material entrained in a fluid within a channel 
of a patient's body, comprising a guidewire having a distal segment and a metal fabrac, 
the metal fabric having a first end carried by the distal segment and a second end 
slidable along the guidewire, the metal fabric being disposed adjacent the outer surface 
of the guidewire when the second end is spaced proximally of the first end and 
extending generally outwardly of the guidewire when the second end is slid nearer the 
first end to define a particle-trapping screen. 

3. The trap of claim 2 wherein the first end is affixed to the guidewire. 

4. The trap of claim 2 wherein the metal fabric is resilient and the second end 
will resiliently slide toward the first end to define the particle trapping screen when the 

fabric is not constrained. 

5. The trap of claim 2 wherein a first length of the metal fabric extending 
proximally from the first end defines a distal surface of the screen and a second length 
of the metal fabric extending distally from the second end of the fabric defines a 

proximal surface of the screen. 

6. The trap of claim 5 wherein the screen is generally dome-shaped and the 
second length of the fabric is received within the first length of the fabric. 

7. The trap of claim 5 wherein a central portion of the metal fabric defines a 

3 proximally-facing Up of the screen. 

8. The trap of claim 2 further comprising a tether extending from said screen 
to the guidewire, the tether being attached at one end to the guidewire. 
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9. The trap of claim 8 wherein the screen has a periphery, the tether 
comprising a wire attached at each end to the guidewire and extending about the 
periphery of the screen such that when the tether is drawn inwardly toward the 
guidewire it will act as a drawstring to collapse the periphery of the screen toward the 

5 guidewire. 

10. The trap of claim 2 further comprising a cover formed of a metal fabric, 
the cover being slidable along the guidewire from a first position spaced proximally of 
the screen toward a second position adjacent the screen. 

11. The trap of claim 10 wherein the cover has two ends, the cover being 
10 disposed adjacent the outer surface of the guidewire when one end is spaced 

proximally of the other end and extending generally outwardly of the guidewire to a 
diameter at least as great as an outer diameter of the screen when one end of the cover 
is slid nearer the other end. 

12. The trap of claim 10 wherein the screen is generally dome-shaped and 
15 includes a proximally-facing lip, the cover in an expanded configuration defining a 

recess sized to receive the lip of the screen. 

13. The trap of claim 12 wherein the screen has an outer diameter and the 
cover has an inner diameter greater than the outer diameter of the screen. 

14. A method of trapping particulate material entrained in a fluid within a 
20 channel of a patient's body, comprising: 

a) providing a metal fabric having a collapsed configuration wherein it has a 
first diameter and an expanded configuration wherein it has a second, greater diameter 
and defines a proximally-facing particle-receiving cavity; 

b) collapsing the metal fabric into its collapsed configuration and urging the 
25 metal fabric along said channel to a deployment site; ' 

c) permitting the metal fabric to resiliently substantially return to its expanded 
configuration; 

d) allowing the fluid to flow through the metal fabric to trap a portion of the 
particulate material in the cavity; 

30 e) at least partially closing the metal fabric to retain the trapped particulate 

material is retained within a closed cavity; and 
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f) retracting the metal fabric along the channel with the particulate material 
retained within the collapsed cavity. 

15. The method of claim 14 wherein the metal fabric in its collapsed 
configuration is urged along a catheter positioned within a lumen of the channel. 
5 16. The method of claim 15 wherein the fabric is allowed to substantially 

return to its expanded configuration by urging the fabric beyond the distal end of the 
catheter. 

17. The method of claim 14 wherein the metal fabric is closed by urging a 
cover into engagement with a distal portion of the metal fabric to retain the particulate 

10 material within the cavity. 

18. The method of claim 17 wherein the cover has an expanded configuration, 
further comprising the steps of collapsing the cover, urging the cover along the channel 
to a position spaced proximally of the metal fabric, and allowing the cover to 
resiliently substantially return to its expanded configuration prior to urging the cover 

15 into engagement with the metal fabric. 

19. The method of claim 14 wherein the metal fabric is carried by a guide wire 
and at least one tether extends from a proximally-facing lip of the fabric proximally to 
the guidewire, wherein the metal fabric is closed by urging the tether down toward the 
guidewire to draw the lip of the metal fabric toward the guidewire. 

20 20. The method of claim 19 wherein the tether is urged toward the guidewire 

by urging a sheath distally along the guidewire toward the metal fabric, the sheath 
having an lumen smaller than the lip of the metal fabric. 
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